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(54) Artificial muscles 

(57) The present invention provkies an artificial 
muscle comprising a solid electrolyte molded product 
(2) having a shape of a slender rectangular flat plate 
and a pair of poiyanlllne membranes (3a.3b) which are 
formed on both surfaces of the solid electrolyte molded 
product (2) and are insulated from each other, said arti- 
ficial muscle being designed so that it can be freely 
deformed in the given direction by applying a voltage to 
the polyaniline membranes (3a,3b) to deform the poly- 
aniline membranes. The present Invention further pro- 
vides an artificial muscle comprising a solid electrolyte 
molded product (2) having a shape of a slender rectan- 
gular flat plate, a pair of polyaniline membranes (3a.3b) 
which are formed on both surfaces of the solid electro- 
lyte molded product (2) and are insulated from each 
other, and metallic electrodes (4a,4b) provided on the 
polyaniline membranes, said artificial muscle being 
designed so that it can be freely deformed in the given 
direction by applying a voltage between the metallic 
electrodes (4a,4b) to deform the polyaniline mem- 
branes. The artificial muscles are flexible and light- 
weight, have quick response and are capable of 
undergoing large deformation. 
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Description 

RgLD OF THE INVENTION 

5 [0001] The present invention relates to artificial muscles, and more particularly to artificial muscles comprising poly- 
aniline membranes, which are flexible, are capable of being driven at a low voltage, have great shrinkage force and are 
capable of retaining positions. 

BACKGROUND OF THE INVENTION 

10 

[0002] Artrflcial muscles hitherto known include an electrostatic attraction actuator, a piezoelectric actuator, an ultra- 
sonic actuator, a shape memory alloy actuator and an ion-exchange resin actuator, which are made from, for example, 
polymers such as polymer gels and conductive polymers, ferroelectric substances, silicon or shape memory alloys, and 
which are deformed by stimulation of electridty. heat, light or the like. 
IS [0003] For example, the ion-exchange resin actuator comprises an ion-exchange resin membrane and electrodes 
joined onto both surfaces of the ion-exchange resin membrane, and the ion-exchange membrane is curved (bent) and 
deformed by applying a potential difference to the membrane which is in a water-containing state (see Japanese Patent 
Laid-open Publication No. 275078/1992). 

[0004] Incidentally, medical equipment directly contacted with human bodies requires actuators made from soft mate- 
80 rials doing no damage to tissues, and especially fbr artificial muscles such as artificial legs, artificial arms and artificial 
organs, actuators which are lightweight and make smooth motions are desired. 

[0005] An attempt to use polyaniline (conductive polymer) for the actuators which are lightweight and make smooth 
motions has been proposed (see Applied Physics, Vol. 65. No. 8, pp. 803-810). The actuator using polyaniline has, for 
example, a three-layer structure wherein two polyaniline films are laminated onto both surfaces of an adhesive tape. If 
25 a voltage of 1 .5 V is applied to the films on the both sides in an electrolitic solution, the film on the anode side extends 
and the film on the cathode side shrinks, whereby the actuator is curved. 

[0006] The actuator using polyaniline, however, needs to be driven in an electrolitic solution, and hence there are 
many restrictions in the practical applications. For example, handling of the actuator Is difficult, and the actuator does 
not work in air or pure water wherein no electrolyte is present. The actuator using polyaniline has other drawbacks such 
30 as small deformation, low degree of shrinkage and high rigidity. 

[0007] Moreover, the polyaniline used for the actuator shows bad compatibility with other substances and has no melt- 
ing point, so that processing of the polyaniline is difficult. 

[0008] Accordingly, development of an artificial muscle which is flexible and lightweight, has quick response and is 
capable of undergoing large deformation is desired. 

35 

OBJEQT OF THg INVENTION 

[0009] The present invention is Intended to solve such problems associated with the prior art as mentioned above, 
and it Is an object of the invention to provide an artificial muscle having quick response and capable of undergoing large 
40 deformation. 

SUMMARY OF THE INVENTION 

[001 0] The artificial muscle according to the present invention comprises a solid electrolyte molded product and poly- 
45 aniline membranes which are formed on surface of the solid electrolyte molded product and are insulated from each 
other, 

said artificial muscle being designed so that it can be freely deformed In the given direction by applying a potential 
difference to the polyaniline membranes to deform the polyaniline membranes. 

so 

[0011] By virtue of the above constitution, anions can enter and exit from the polyaniline membranes in the absence 
of an electrolyte, and there can be provided the artificial muscle which has excellent flexibility, is lightweight has quick 
response, and can undergo large and strong deformation. 

[001 2] The artif idal muscle according to the present Invention may comprisB a solid electrolyte molded product, pdy- 
55 aniline membranes which are formed on surface of the solid electrolyte molded product and are insulated from each 
other, and metallic electrodes provided on the polyaniline membranes, said artificial muscle being designed so that it 
can be freely deformed In the given direction by applying a potential difference between the metallic electrodes to 
deform the polyaniline membranes. 
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[0013] By virtue of the above constitution, a uniform potential can be applied to the whole polyaniline membranes, 
and therefore the response of the artificial muscle can be further quickened and the extent of deformation thereof can 
be Increased. 

[0014] In this artificial muscle, the metallic electrodes preferably are gold electrodes or platinum electrodes. When 
5 gold electrodes or platinum electrodes are provided, the response of the artificial muscle can be further quickened and 
the extent of deformation can be increased. 

[0015] In the artificial muscle according to the present invention, the polyaniline membranes preferably comprise a 
modified polyaniline polymer obtained by graft modifying polyartiline with vinylsulfonic acid. When the polyaniline mem- 
branes comprise the modified polyaniline polymer, anions can more smoothly enter and exit from polyaniline. and 
10 hence the deformation force of the artificial muscle can be increased and the response thereof can be further quick- 
ened. 

[001 6] In the artificial muscle according to the present invention, the polyaniline membranes preferably contain a solid 
electrolyte. When the polyaniline membranes contain a solid electrolyte, anions can smoothly enter and exit from poly- 
aniline, and the polyaniline membranes themselves can be softened. Therefore, the artificial muscle can be further 

IB improved in the flexibility, the deformation force and the response. 

[001 7] In the artificial muscle according to the present invention, the solid electrolyte molded product preferably is an 
anion-exchange resin molded product. When the solid electrolyte molded product is an anion-exchange resin molded 
product the anion-exchange resin molded product is deformed in the same direction as that of the polyaniline mem- 
branes during deformation of the artificial muscle, and hence the deformation force and the extent of deformation of the 

20 artificial muscle can be further increased. 

[001 8] In the artificial muscle as described above, the polyaniline membranes preferably consist of plural pairs of poly- 
aniline membranes. When the polyaniline membranes consist of plural pairs of polyaniline membranes, the artificial 
muscle can be deformed in the optional direction and becomes rotatable. 

25 BRIEF DESCRIPTION OF THE DRAWINGS 

[0019] 

Fig. 1 is a schematic sectional view of a preferred embodiment of the artificial muscle according to the present 
30 invention when no voltage is applied. 

Fig. 2 is a schematic sectional view of a preferred embodiment of the artificial muscle according to the present 
invention when a voltage is applied. 

Fig. 3 is a schematic sectional view of another embodiment of the present invention when no voltage is applied. 
Fig. 4 is a schematic sectional view of another embodiment of the present invention when a voltage is applied. 

3S 

DETAILED DESCRIPTION OF THE INVENTION 

[0020] The embodiments of the present invention are described In detail hereinafter with reference to the attached 
drawings. 

40 [0021] The artificial muscle of the present invention comprises a solid electrolyte molded product and polyaniline 
membranes which are formed on surface of the solid electrolyte molded product and are insulated from each other. 

said artificial muscle being designed so that it can be freely deformed in the given direction by applying a potential 
difference to the polyaniline membranes to deform the polyaniline membranes. 

45 

[0022] Rg. 1 and Fig. 2 are each a schematic sectional view of an embodiment of the artificial muscle of the present 
invention. In this embodiment, the artificial muscle 1 comprises a solid electrolyte molded product 2 having a shape of 
a slender rectangular flat plate and a pair of polyaniline membranes 3a, 3b which are formed on both surfaces of the 
solid electrolyte molded product and are insulated from each other, and this artificial muscle 1 is designed so that it can 
so be curvedly deformed (curved or bent) by applying a voltage to the polyaniline membranes 3a. 3b to deform the poly- 
aniline membranes. 

[0023] To the polyaniline membranes 3a. 3b, ends of a pair of lead wires 4a, 4b are electrically connected, respec- 
tively, and the other ends of the lead wires 4a, 4b are connected to a power source 5. 

[0024] The solid electrolyte molded product 2 is not limited to the rectangular flat plate in its shape, and it may be in 
55 a shape of a film, a column, a cylinder or the like. 

[0025] Examples of the solid electrolytes for forming the solid electrolyte molded product 2 include anion-exchange 
resins, cation-exchange resins and amphoteric ton-exchange resins. Examples of the cation-exchange resins employ- 
able herein include those wherein functional groups such as sulfonic acid group and carboxyl group are introduced to 
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resins such as polyethylene, polystyrene and f luororeslns. Examples of the anion-exchange resins employable herein 
Include those wherein functional groips such as amirx) group are introduced to resins such as polyethylene, polysty- 
rene and fluororesins. In this embodiment, the anion-exchange resin Is preferably employed. When the anion-exchange 
resin is employed, this anion-exchange resin is deformed in the same direction as that of the polyaniline membranes 
5 during deformation of the artificial muscle for the later-described reason, and consequently the extent of deformation 
and the deformation force of the artificial muscle can be increased. 

[0026] The polyaniline membranes 3a, 3b comprise polyaniline represented by the following formula (I). 




[0027] The polyaniline can be obtained by adding ammonium peroxodisulfate to a hydrochloric acid aqueous solution 
of aniline and polymerizing the aniline. 

2o [0028] The polyaniline membranes 3a. 3b may be made of a modified polyaniline polymer obtained by graft copoly- 
merizatlon of polyaniline with vinylsulfontc acid. Derivatives of vinylsulfonic acids, such as salts (e.g., sodium salt, potas- 
sium salt) and esters thereof, are also available. The graft copolymerization can be carried out by irradiating polyaniline 
with electron rays and then immersing the polyaniline in a vinylsulfonic acid aqueous solution. The polyaniline repre- 
sented by the formula (I) may be graft copolymerized with polyacrylic acid in place of the vinylsulfonic acid. 

25 [0029] The polyaniline membranes 3a, 3b may contain a solid electrolyte. Examples of the solid electrolytes are the 
same as those used for forming the solid electrolyte molded product 2. The solid electrolyte contained in the polyaniline 
membranes may be the same as or different from that used for forming the solid electrolyte molded product 2. 
[0030] The solid electrolyte is desirably contained in the polyaniline niembranes in the range of 0.1 to 20 parts by 
weight, preferably 0.5 to 5 parts by weight, based on 100 parts by weight of the polyaniline. 

so [0031] The solid electrolyte can be introduced into the polyaniline membranes by adding a solution of the solid elec- 
trolyte to a solution of polyaniline. mixing them and drying the resulting mixture to remove the solvents. As the solvent 
to dissolve polyaniline, n-methyipyrrolidone is usually employed. As the solvent to dissolve the solid electrolyte, an alco- 
hol is usually employed. 

[0032] It is desirable that the solid electrolyte is homogeneously dispersed in the polyaniline membranes, because 
55 the extent of deformation of the artificial muscle can be inaeased. If the solid electrolyte is introduced into the poly- 
aniline membranes, the artificial muscle can have lower rigidity and higher flexibility. 

[0033] The polyaniline membranes 3a, 3b are provided on the solid electrolyte molded product 2 by coating the sur- 
faces of the solid electrolyte molded product 2 with a solution of a solid electrolyte in an alcohol solvent or the like and 
then bonding the polyaniline membranes to the coated surfaces, respectively. The polyaniline membrane may be pro- 
40 vided on the solid electrolyte molded product 2 in the following manner The solid electrolyte molded product 2 having 
a solid electrolyte layer formed by coating the molded product surface with a solution of a solid electrolyte in an alcohol 
solvent or the like is immersed in a solution of polyaniline, then taken out and dried. 

[0034] As the materials of the lead wires 4a, 4b, conductive materials such as copper, iron, aluminum. gokJ and plat- 
inum are employable. These materials can be subjected to plating or insulting coating, if desired. 

45 [0035] In the artificial muscle of this embodiment, solid electrolyte layers may be provided on the surfaces of the poly- 
aniline membranes 3a, 3b, if necessary. When the solid electrolyte layers are provided on the polyaniline membranes 
3a, 3b, the later-described entrance and exit of anions into and from the polyaniline membranes undergoes not only 
from and into the solid electrolyte molded product but also from and into the solid electrolyte layers, and hence the 
response of the artificial muscle can be further quickened. 

so [0036] In this embodiment, a solid electrolyte molded product having a thickness of 0. 1 5 mm. a width of 2 mm and a 
length of 30 mm is used as the solid electrolyte molded product 2, polyaniline membranes having a thickness of 5 to 20 
fim are bonded to the both surfaces of the solid electrolyte molded product, and a direct current power source of 1 .5 V 
is used as the power source 5. 

[0037] The working principle of the artificial muscle is not clear, but it is presumed that upon application of a potential 
55 difference to the polyaniline membranes 3a, 3b, anions In the solid electrolyte molded product 2 move to the anode 3a 
from the cathode 3b as shown In Fig. 2, and the anions are inserted Into the polymer chain of the polyaniline on the 
anode side to increase the bulk of the polymer chain of the polyaniline on the anode side. It is also presumed that the 
insertion of anions into the polymer chain of the polyaniline on the anode side increases electrostatic repulsion in the 
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polyaniline molecules on the anode side and brings about structural change so that the polymer chain bent is made 
rigid and straight by the delocalization of the n electrons. It can be thought that, based on such principle, the polyaniline 
on the anode side extends and the polyaniline on the cathode side shrinks, whereby the artificial muscle is curved (see 
Applied Physics. Vol. 65. No. 8, pp. 803-810). 
5 [0038} It is also presumed that if the polyaniline is graft modified with vinylsulfonic acid, the entrance and exit of anions 
smoothly proceeds owing to the graft chain, so that the deformation force of the artifidal muscle can be increased and 
the response thereof can be further quickened. 

[0039] It is further presumed that if an anion-exchange resin molded product is used as the solid electrolyte molded 
product 2, the anions In the anion-exchange resin move to the anode side, and together with the anions water mole- 

10 cules move in the anion-exchange resin, whereby a difference in the water content between the anode side and the 
cathode side of the anion-exchange resin is made to cause swelling of the resin on the anode side having a high water 
content and shrinkage of the resin on the cathode side having a low water content, and as a result, also the anion- 
exchange resin is curved. Accordingly, if the anion-exchange resin is used for the solid electrolyte molded product 2. 
the direction of the deformation in the polyaniline membranes 3a, 3b becomes equal to the direction of the defbrmaflon 

IS in the anion-exchange resin, and owing to their synergetic effects, deformation is promoted. That is, the deformation 
force of the artifidal musde can be increased. 

[0040] The artifidal muscle of the invention may comprise a solid electrolyte molded product, polyaniline membranes 
which are formed on surface of the solid electrolyte molded product and are insulated from each other, and metallic 
electrodes provided on the polyaniline membranes. 

20 

said artificial muscle being designed so that it can be freely deformed in the given direction by applying a potential 
difference between the metallic electrodes to deform the polyaniline membranes. 

[0041] Fig. 3 and Fig. 4 are each a schematic sectional view of an embodiment of the above-mentioned artificial mus- 
25 cle. In this embodiment, the artificial musde 11 comprises a solid electrolyte molded product 12 having a shape of a 
slender rectangular flat plate, a pair of polyaniline membranes 13a, 13b which are formed on both surfaces of the solid 
electrolyte molded product 1 2 and are insulated from each other, and metallic electrodes 1 4a, 14b provided on the poly- 
aniline membranes, and this artificial muscle 1 1 is designed so that it can be freely deformed (curved or bent) In the 
given direction by applying a voltage between the metallic electrodes 14a. 14b to detbrm the polyaniline memtxanes. 
30 [0042] To the metallic electrodes 14a. 1 4b, ends of a pair of lead wires 15a, 15b are electrically connected, respec- 
tively, and the other ends of the lead wires 15a. 15b are connected to a power source 16. 

[0043] As the materials of the solid electrolyte molded product 1 2, the polyaniline membranes 1 3a, 13b and the lead 
wires 15a, 15b, the same materials as used for the solid electrolyte molded product 2, the polyaniline membranes 3a, 
3b and the lead wires 4a, 4b in the aforesaid embodiment are employable. 
35 [0044] The metallic electrodes 14a, 14b provided on the polyaniline membranes 13a, 13b preferably are gold elec- 
trodes or platinum electrodes. The metallic electrodes can be formed by conventional processes such as chemical plat- 
ing, electroplating, vacuum deposition, sputtering, coating, press bonding and welding. 

[0045] Also in this embodiment, a solid electrolyte molded product having a thickness of 0.15 mm, a width of 2 mm 
and a length of 30 mm Is used as the solid electrolyte molded product 12. polyaniline membranes having a thickness of 
40 5 to 25 ^m are bonded to both surfaces of the solid electrolyte nrxslded product 2, and a direct current power source of 
1 .5 V is used as the power source 16. 

[0046] When the metallic electrodes are formed on the sur^ces of the polyaniline membranes, the extent of deforma- 
tion of the artifidal muscle can be further increased and the response can be further quickened. 
[0047] The artificial muscles of these embodiments as described above are generally used in the condition that the 
45 solid electrolyte molded product contains water. In the water, an electrolyte such as NaCl may be present. If the elec- 
trolyte is present the deformation characteristics of the artificial muscle can be stabilized. If the solid electrolyte con- 
tains water, the artificial musde can work even In pure water or air wherein no electrolltic solution is present around the 
polyaniline membranes. 

[0048] In the artificial muscles of these embodiments, extension of one polyaniline membrane and shrinkage of the 
so other polyaniline membrane are maintained while a constant voltage is applied, so that the deformed state can be fixed. 
[0049] In the artificial muscles of these embodiments, further, the polyaniline membranes preferably consist of plural 
pairs of polyaniline membranes. When the plural polyaniline membranes consist of plural pairs of polyaniline mem- 
branes, the artifidal musde can be deformed in the optional direction and becomes rotatable. 

55 EFFECT QF THE INVENTION 

[0050] Because of the constitution mentioned above, the artifidal musde of the invention can work in air or pure water 
wherein no electi'olitic solution is present, and the artificial muscle is capable of undergoing large deformation and has 
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high degree of shrinkage and excellent flexibilily. When the metallic electrodes are provided on the potyaniline mem- 
brane surfaces, a uniform potential can be applied to the whole pol/aniline membranes, and therefore the response of 
the artificial muscle can be further quickened and the extent of deformation thereof can be increased. 
[0051] Accordingly, if the artificial muscle of the invention is connected to a tip of a guide means for a microdevice, 
s the artificial muscles can be arbitrarily and positively curved (deformed) by operation of an operating controller. There- 
fore, as a result, in a microdevice attached to the tip of the guide means, such as surgical equipment for microsurgery, 
such as scissors, forceps, snare, laser knife and spatula, various sensors, and tools, the guidance can be improved, 
whereby the microdevlces can be turned toward the desired place, and the turning operation can be rapidly and easily 
performed without skill. 

10 [0052] If the artificial muscle of the invention is applied to surgical equipment such as tweezers, scissors, forceps, 
snare, laser knife, spatula and dip used for the microsurgery such as eye-ball operation, intra-cavity endoscopic oper- 
ation and microvein suture operation, pain inflicted on the patients in the tests or treatments can be greatly eased, and 
physical or mental burden on the patients can be reduced. 

[0053] If the artificial muscle of the invention is applied to various sensors or repair tools to inspect or repair facilities 
IS of plants such as power plant, and mechanical systems such as air craft engines or the like (particulariy for piping sys- 
tem or engine interior), the inspection or the repairing can be surely performed without much labor or time. 
[0054] In addition to the above, the artificial muscle of the Invention can be favorably applied to high-frequency vibrat- 
ing micropumps, health machines such as auxiliary power massage machine for rehabilitation, hygrometers, hygrome- 
ter controlling devices, soft manipulators, submerged valves, industrial machinery such as soft conveyor, underwater 
20 mobiles such as artificial goldfish and artificial seaweed, and hobby goods such as moving fishing bait and propulsive 
fin. 

EXAMPLE 

25 [0055] The present Invention is further described with reference to the following examples, but it should be construed 
that the invention Is in no way limited to those exanples. 

ExanxisLl 

30 [0056] A solid electrolyte molded product (Nation 117. available from Dupont Co.) having a thickness of 0.15 mm. a 
width of 2 mm and a length of 30 mm was immersed in an alcohol solution of a solid electrolyte, then taken out and dried 
at room temperature, to form a solid electrolyte thin film on tiie solid electrolyte molded product. 
[0057] Subsequently, the solid electrolyte molded product with the solid electrolyte thin film was immersed in an 8 % 
n-methylpyrrolidone solution of polyanillne. then taken out and dried at 60 for 5 hours, to form a polyaniline mem- 

35 brane on the solid electrolyte thin film. 

[0058] Four skies of the thus treated solid electrolyte molded product were cut by a cutter to give divided polyaniline 
membranes insulated from each other. The polyaniline membranes were then immersed in an alcohol solution of a solkj 
electrolyte and dried, to form a solid electrolyte layer covering the polyaniline mennbranes. Thus, an artificial muscle was 
prepared. 

40 [0059] The polyanillne membranes of the artificial muscle were electi-icaliy connected to a power source through lead 
wires, and a voltage of 1 .5 v was applied to the artificial muscle in distilled water. As a result, the tip of the artificial mus- 
cle moved toward the minus side by 2 mm. 

Example 2 

45 

[0060] An artificial muscle was prepared In the same manner as in Example l . except that an anion-exchange resin 
was used as the solid electrolyte. A voltage of 1 .5 V was applied to the artificial muscle In distilled water. As a result, 
the tip of the artificial muscle moved toward the minus side by 3.2 mm. 

so Example 3 

[0061] The solid electrolyte molded product having thereon a solid electrolyte thin film formed in the same manner as 
in Example 1 was immersed in a mixed solution (content of solid electrolyte component: 2 % by weight) of an 8 % n- 
methylpyrrolidone solution of polyanillne and a 5 % alcohol solution of a solid electrolyte, then taken out and dried at 60 
55 *C for 5 hours, to form a polyaniline membrane on the solid electrolyte thin film. 

[0062] The thus treated solid electrolyte molded product was cut in the same manner as in Example 1 to give divided 
polyaniline membranes insulated from each other, followed by the same operation as in Example 1 . to prepare an arti- 
ficial muscle. A voltage of 1.5 v was applied to the artificial muscle in distilled water. As a result, tiie tip of the artificial 
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muscle moved tow^ard the minus side by 2.8 mm. 

example 4 

5 [0063] A polyaniline powder was introduced into a vinyl plastic bag and spread thinly in the bag. The vinyl plastic bag 
is then passed in an electron ray irradiation device to irradiate the polyaniline with electron rays of 2 Mrad through the 
vinyl plastic bag. 

[0064] After the electron ray irradiation, the polyaniline powder was added to a 1 0 % sodium p-styrenesulfonate aque- 
ous solution, and graft reaction was carried out at 70 ^'C for 2 hours with stirring to obtain graft modified polyaniline. 
10 [0065] The obtained graft modified polyaniline was dissolved in n-methylpyrrolidone to give an 8 % n-methylpyrro- 
lldone solution of the graft modified polyaniline. Using this solution, an artificial muscle was prepared in the same man- 
ner as in Example 1 . A voltage of 1.5 V was applied to the artificial muscle in distilled water. As a result, the tip of the 
artifidal muscle moved toward the minus side by 3.1 mm. 

IS Comparative Example 1 

[0066] On a slide glass plate horizontally placed, an 8 % n-methylpyrrolidone solution of polyaniline was spread in a 
uniform thickness, and then heated to 50 ""C to evaporate the solvent, whereby a polyaniline film of 40 |im was obtained. 
Two of the polyaniline films were bonded with a double-sided adhesive tape to prepare an artificial muscle. 
20 [0067] A voltage of 1 .5 V was applied to the artificial muscle in an aqueous solution of 1 mol of HCL As a result, the 
tip of the artificial muscle moved toward the minus side by 3.7 mm. 

Claims 

25 1 . An artificial muscle comprising a solid electrolyte molded product and polyaniline membranes which are formed on 
surface of the solid electrolyte molded product and are insulated from each other, 

said artificial muscle being designed so ttiat it can be freely deformed in the given direction by applying a 
potential difference to the polyaniline membranes to deform the polyaniline membranes. 

30 

2. An artificial muscle comprising a solid electrolyte molded product, polyaniline membranes which are formed on sur- 
ges of the solid electrolyte molded product and are insulated from each other, and metallic electrodes provided on 
the polyaniline membranes, 

35 said artifidal muscle being designed so that it can be freely deformed in the given direction by applying a 

potential difference between the metallic electrodes to deform the polyaniline membranes. 

3. The artifidal musde as claimed in claim 2. wherein tiie metallic electrodes are gold electrodes or platinum elec- 
trodes. 

40 

4. The artificial muscle as daimed in any one of claims 1 to 3, wherein the polyaniline membranes comprise a modi- 
fied polyaniline polymer obtained by graft modifying polyaniline with vinylsulfonic acid. 

5. The artificial muscle as claimed in any one of claims 1 to 4, wherein the polyaniline membranes are polyaniline 
4S membranes containing a solid electrolyte. 

6. The artifidal musde as daimed in any one of claims 1 to 5, wherein the solid electrolyte molded product is an 
anion-exchange resin molded product. 

so 7, The artificial muscle as claimed in any one of claims 1 to 6, wherein the polyaniline membranes consist of plural 
pairs of polyaniline membranes. 
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